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AMENDMENTS TO THE CLAIMS 

1. (currently amended) An ethylene (co) polymer (Al) being either an ethylene 
homopolymer or a copolymer of ethylene and an a^olefin of 4 to 20 carbon atoms, wherein 

(Iai) the ethylene (eo)polymer contains methyl branches less than 0.1 in number per 
1,000 carbon atoms measured by '^C-NMR, and 

(iiAi) the ethylene (co)polymer has a ratio of Mw/Mn (Mw denotes the weight average 
molecular weight; Mn denotes the number average molecular weight) measured by gel 
permeation chromatogj-aphy is not lower than 1.8 and lower than 4.5 wherein 

(iiiAi) the intrinsic viscosity measured at 135°C in decalin is within a range of 0.2 to 18 
dl/g, and 

(ivAi) the number of branches having a length equivalent to that of hexyl or longer 
measured by "C-NMR is less than 0.1 per 1,000 of carbon atoms, 

(vai) the intrinsi c viscositv Tt^I in dl/g measured at 135°C in decalin and the melt flow 
rate MFR in g/10 minute s measured under 2.16 ke load at 190°C satisfy the following relations: 

fnl > 1 .85 X MFR-° when MFR < 1 . and 

Fnl > 1 .85 X MFK^^" when MFR > 1 . 

2. (canceled). 

3. (currefitly amended) The ethylene (co)polymer (Al) according to claim 1, wherein 
(va+) (vty) the intrinsic viscosity [t]] in dl/g and the density d m g/cm^ satisfy the 

following relation: 

d > 0.0003 X [vif - 0.0121 x [^] + 0.9874; in the case the intrinsic viscosity measured at 
BS^C in decalin is 0.3 to 1.5 dl/g. 

4. (canceled) 
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5. (previously presented) The ethylene (co)poljaner (Al) according to claim 1, wherein 
(viiAi) when the comonomer content is 1.5 mole% or higher, an amount of components 

eluted at 1 05°C or higher in a heating elution separation test is not more Uian 5 % by weight; and 
when the comonomer content is less than 1.5 mole%, an amount of componeihts eliited at 106°C 
or higher in a heating elution separation test is not more than 8% by weight. 

6. (previously presented) The ethylene (co)p61ymer (Al ) according to claim 1, wherein 
(viiiAi) the components are precipitated at 15% by weight or lower when said ethylene 

(co)polymer is dissolved in p-xylene at 130°C, then cooled to 75T, and finally the dissolved 
components are precipitated in a p()or solvent. 

7. (previously presented) Hie ethylene (co)polymer ;(Al) according to claim 1, wherein 
(ixAi) the % by weight W of the decane-soluble components at 23'*C and the density d in 

g/cm^ satisfy the following relations: 

W < 80 X exp(-lpO X (d - 0.88)) + 0.1 when MFR < 10 g/10 minutes; and. 

W < 80 X (MFR . 9)"'^^x exp(-100 x (d - 0.88)) + 0.1 when MFR > 10 g/10 minutes. 

8. (previously presented) The ethylene (co)polymer (Al) according to claim 1, wherein 
(xaO the a-olefin content K in mole% and the melting point Tm in "C of the highest 

peak of an endothermic curve measured by a differential scanning calorimeter satisfy tiie 
following relations: 

Tm < 135.0 - lO.OK in the case K = 0.1 to 1.5 mole%; 

Tm< 121.9- 1.3K in the caseK=.1.5 to 5.5 mole%; and 

Tm < 139.7 - 4.5K in the case K = 5.5 to 20 mole%. 

9. (canceled) 

10. (previously presented) The ethylene (c6)polymer (Al) according to claim 1, wherein 
the ethylene (co)polymer is a copolymer of ethylene and 1-butene. 
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IL (previously presented) The ethylene (co)polymer (Al) according to claim 1, wherein 
the ethylene (co)polymer is a copolymer of ethylene and 1-hexene. 

12. (previously presented) The ethylene (co)p61ymer (Al) according to claim 1 or 3, said 
ethylene (co)polymer (Al) is produced by either hornopolymerization of ethylene or 
copolymerization of ethylene and an a-olefin of 4 to 20 carbon atoms in the presence of ah olefin 
polymerization catalyst comprising: 

(al) a transition metal compound of the following general formula (I) 




(I) 



wherein M denotes a transitioii metal atom selected from the group consistmg of group 
IV and group V of the periodic table; 
m denotes 1 or 2; 

denotes an ahphatic hydrocarbon group of 5 or more carbon atoms in total which may 
have ahcyclic hydrocarbon group substituents or alicyclic hydrocarbon group of 7 or more 
carbon atoms in total which may have aromatic hydrocarbon group or aliphatic hydrocarbon 
group substituents; 

R to R may be the same or different to one another and each denotes a hydrogen atom, a 
hydrocarbon group, a hydrocarbon group-substituted silyl, an oxygen-containing group, a 
nittogen-containing group, or a sulfur-containing group and two or more of R^ to R^ may be 
bonded to one another to form a ring; 
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denotes a hydrocarbon group or a hydrocarbon-substituted silyl group; 
in the case m is 2, at least one of the groups denoted as to R^ belonging to any one of 
the ligands may be bonded to at least one of the groups denoted as R^ to R^ belonging to another 
ligand; 

in the case m is 2, two of R\ two of R^ two of R^ two of R^ two of R^ and two of R^ 
may be the same or different to one another, and at least one of the groups R^ to R^ on Hgand 
may be bonded to at least one of the groups R^ to R^ on another ligand; 

n denotes a number satisfying the valence of M; 

X denotes a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygenrcontaining 
group, a sulfiir-containing group, a nitrogen-containing group, a boron-containing group, an 
aluminum-containing group, a phosphorus-containing group, a halogen-containing group, a 
heterocyclic compound residue group, a silicon-containing group, a germanium-containing 
group, or a tin-containing group; in the case n is 2 or higher, X may be the same or different to 
one another and X may be bonded to one another to forai a ring; arid 

(b) at least one compound selected from the group consisting of: 

(b-1) an organpmetallic compound, 

(b-2) an organoaluminum oxy compound^ and 

(b-3) a compound capable of forming ion pairs by reaction on the transition metal 
compound. 

13. (previously presented) An ethylene (co)polymer (A2) being either an ethylene 
homopolymer or a copolymer of ethylene arid an a-olefin of 4 to 20 carbon atoms, wherein 

(iA2) the ethylene (co)polymer contains methyl branches less than 0.1 in number per 
1,000 carbon atoms measured by ^^C-NMR, and 

(iiA2) the ethylene (co)polymer has Mw/Mn (Mw denotes the v/eight average molecular 
weight; Mn denotes the riumber average molecular weight) measured by gel penneation 
chromatography of 5.5 to 50, and wherein 

(xa2) the decane-soluble components (W (% by weight)) at 23°C and the density (d 
(g/cm^)) satisfy the following relations;. 
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W < 80x exp(-100 x (d - 0.88)) + 0.1 in the case MFR < 10 g/10 minutes and 

W < 80 X (MFR - 9)°-2*x exp(-100 x (d - 0.88)) + 0.1 in the case MFR > 10 g/10 minutes. 

14. (original) The ethylene (co)polymer (A2) according to claim 13, wherein 

(iiiA2) the intrinsic viscosity measured at 135°C in decalin is within a range of 0.2 to 18 

dl/g. 

15. (previously presented) The ethylene (co)polymer (A2) according to claims 13 or 14, 
wherein 

(ivA2) the intrinsic viscosity ([t]] (dl/g)) measured in 135°C decalin and the melt flow rate 
(MFR (g/10 minutes)) measured under 2.16 kg load at 190°C satisfy the following relations; 
[ti] > 1.85 x MFR-° in the case of MFR < 1 and 
[rj] > 1.85 X MFR"® ^' ^ in the case of MFR > 1. 

16. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14, 
wherein 

(va2) the components having a molecular weight of 500,000 reduced to polyethylene 
measured by GPC-IR are not more than 5% by weight in the components eluted at 105°C or 
higher in a heating elution separation test. 

17. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14, 
wherein 

(viA2) the components eluted at 105*'C or higher in a heating elution separation test are 
not more than 5% by weight in the case the comonomer content is 1.5 mole% or higher and the 
components eluted at 106°C or higher in a heating elution separation test are not more than 8% 
by weight in the case the comonoiner content is less than 1 .5 mole%. 

18. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14, 
wherein 
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(viiA2) the components having a moleeular weight of 10,000 or more reduc^ to 
polyethylene measured by GPG-ER arhong components obtained by dissolution of the ethylene 
(co)polymer in p-xylene at 130°C and successive precipitation, of the dissolved components by 
cooling to 75°C in a poor solvent are not more than 30% by weight in the precipitated 
components. 

19. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14, 
wherein 

(viiiA2) the components obtained by dissolution of the ethylene (co)polymer in p-xylene 
at 13G''C and successive precipitation of the dissolved components by cooling to 75X in a poor 
solvent are not more than 1 5% in whole ethylene (co)polymer. 

20. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14, 
wherein 

(ixA2) the components having a molecular weight of 10,000 or more reduced to 
polyethylene measured by GPC-IR among components precipitated by dissolution of the 
ethylene (co)polymer in p-xylene at 130X and successive precijpitation of the dissolved 
components by cooling to 75°C in a poor solvent are not more than 5% in whole ethylene 
(co)polymer. 

21. (canceled) 

22. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14, 
wherein 

(xiA2) the number of branches having a lengtfi equivalent to that of hexyl or longer 
measured by '^C-NMR is less than 0.1 per 1,000 of carbon atoms. 

23. (canceled). 
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24. (previously presented) The ethylene (c6)pdlymer (A2) according to claim 13 or 14, 
wherein 

(xiiiA2) components to be eluted at 109°C or higher in a heating elution separation test 
exist and the intrinsic viscosity ([r\] (dl/g)) thereof measured at 135°C in decalm and the density 
(d (g/cm^)) of said components satisfy the following relation; 

d > 0.0003 X [ii]^ - 0.0121 X [r\] + 0.9874. 

25. (previously presented) The ethylene (c6)polymer (A2) according to claim 13 or 14 
wherein the ethylene (co)polymer is a copolymer of ethylene and 1-butene. 

26. (previously presented) The ethylene (co)polymer (A2) according to claim 13 or 14 
wherem the ethylene (co)polymer is a copolymer of ethylene and 1-hexene. 

27. (previously presented) The ethylene (co)polymer (Ai2) according to claim 13 or 14, 
comprising 

(A2-1) either ethylene homopolymer or a copolymer of ethylene and an a-olefin of 4 to 
20 carbon atoms, having 

(iA2-i) the intrinsic viscosity([Ti] a2-i) measured at 135°C in decalin is within a range of 
0.3 to 2.5 dVg, 

(iiA2-i) the number of methyl branches measured by '^C-NMR is less than 0.1 per 1,0(K) 
of carbon atoms, and 

(iiiA2-i) Mw/Mn (Mw denotes the wdght average molecular weight; Mn denotes the 
number average molecular weight) measured by gel permeation chromatography within a range 
of 3 to 8, and 

(A2-2) either ethylene homopolymer or a copolymer of ethylene and an a-olefin of 4 to 
20 carbon atoms, having 
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(iA2-2) the intrinsic viscosity ([ti] A2.2) measured at 135^C in decalin within a range of lO 
to20dyg,and 

(iiA2.2) the number of methyl branches measured by ' ^C-NMR less than 0.1 per 1,000 of 
carbon atoms; 

wherein a relation between the intrinsic viscosity ([ti] A2-1) of said ethylene (co)polymer 
(A2-1) and the intrinsic viscosity ([ti] A2-2) of said ethylene (co)polymer (A2-2) satisfy [ii]a2-i < 
[tl]A2-2 and the ethylene (co)polymer contains 10 to 90 parts by weight of said ethylene 
(co)polymer (A2-1) and 10 to 90 parts by weight of said ethylene (co)polymer (A2-2), where 
(A2-1) + (A2-2) = 100 parts by weight. 

28. (original) The ethylene (co)polymer (A2) according to claim 27, wherein said 
ethylene (co)p61ymer (A2-1) satisfies the following relation between the intrinsic viscosity 
(dl/g)) and the density (d (g/cm^)); 

d > 0.0003 X [ii]2 - 0.0121 X [t]] + 0.9874; in the case the intrinsic viscosity measured at 
135*'C in decalin is 0.3 to 1.5 dl/g. 

29. (canceled) 

30. (previously presented) An ethylene (co)polymer (A3) Which is either an e%lene 
homopolymer or a copolymer of ethylene and an a-olefin of 3 to 20 carbon atoms, wherein 

(iAj) the melt tension (MT (g)) at 190'»C and the swell ratio (SR) calculated from the 
strand diameter extruded at 190°C satisfy the relation; 
log(MT) > 12.9 - 7.15 X SR; and 

(iiAs) the intrinsic, viscosity ([t]] (dl/g)) measured at 135°C in decalin and the melt flow 
rate (MFR (g/lG minutes)) measured under 2.16 kg load at 190°C satisfy the relations; 

[ti] > 1.85 X MFR-^"^ in the case of MFR < 1 and 

[r|] > 1 .85 X MFR^-^'^ in the case of MFR > 1 ,. 
wherein 
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(iiiAs) the weight average molecular weight (Mw) measured by gel permeation 
chromatography and the swell ratio (SR) calculated fitim the stirand diameter extruded at 190°C 
satisfy the relation; 

SR> 4.55- 0.56 xlog(Mw). 

31. (previously presented) The ethylene (co)polymer (A3) according to claim 30, wherein 
(ivA3) the number average molecular weight (Mn), the weight average molecular weight 

(Mw), and the Z average molecular weight (Mz) ineasured by gel permeation chromatography 
satisfy the relations; 

Mz/Mw > 7/(1 - 5.5/(Mw/Mn)), and 

Mw/Mn > 5.5. 

32. (previously presented) The ethylene (co)polymer (A3) according to claim 30, wherein 
(va3) the number of the vinyl groups at the molecular terminals calculated by coiiversion 

to that per one molecular chain having the same molecular weight as the number average 
molecular weight is not lower than 0.50. 

33. (previously presented) The ethylene (co)polymer (A3) according to claim 30, wherein 
the ethylene (co)polymer is an ethylene homopolymer or a copolymer of ethylene and an 
a-olefin of 4 to 20 carbon atoms and has methyl branches measured by "C-NMR less than 0.1 in 
number per 1,000 of carbon atoms. 

34. (previously preseiited) An ethylene (c6)polymer (A4) being an ethylene 
homopolymer or a copolymer of ethylene and an a-olefm of 3 to 20 carbon atoms, wherein 

(iA4) the number average molecular Weight (Mn), the weight average molecular weight 
(Mw), and the Z average molecular weight (Mz) measured by gel permeation chromatography 
satisfy the relation; 

Mz/Mw > 4/(0.5 - 4.50/((Mw/Mn) - 0:2)), and 

Mw/Mn > 9.2. 
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35. (original) The ethylene (co)polyme!r (A4) according to claim 34, wherein 

(iiiA4) the melt tension (MT (g)) at 190''G and the swell ratio (SR) calculated from :the 
strand diameter extruded at 1 90°C satisfy the relation; 
log(MT) > 12.9 - 7.15 X SR; and 

(ivA4) the intrinsic viscosity ([ti] (dl/g)) measured at 135°C in.decalin and the melt flow 
rate (MFR (g/10 minutes)) measured under 2.16 kg load at 190°G satisfy the relations; 
[r\] > 1.85 X MFR-^ ''^ iii the caseof MFR < 1, and 
[il] > 1.85 - MFR""-^" in the case of MFR > 1 . 

36. (original) The ethylene (co)polymer (A4) according to claim 34, 
wherein 

(iiA4) the weight average molecular weight (Mw) measured by gel permeation 
chromatography and the swell ratio (SR) calculated from the strand diameter extruded at 190°G 
satisfy the relation; 

SR> 4.55- 0.56 xlog(Mw); 

(iiiA4) the melt tension (MT (g)) at 190*'C and the swell ratio (SR) calculated from the 
strand diameter extruded at 190°C satisfy the relation; 
log (MT) > 12.9 - 7.15 X SR; and 

(ivA4) the intrinsic Viscosify ([ti] (dl/g)) measured at 135°G in decalin and the melt flow 
rate (MFR (g/10 minutes)) measured under 2.16 kg load at 190°G satisfy the relations; 
[ti] > 1.85 X MFR-° in the case of MFR < 1, and 
[ti] > 1 .85 X MFR"^ ^'^ in the case of MFR > 1. 

37. (previously presented) The ethylene (co)polymer (A4) according to any one of the 
claims 34 to 36, wherein 

(va4) the number of the vinyl groups at the molecular terminals calculate by conversion 
to that per one molecular chain having the same molecular weight as the number average 
molecular weight is not lower than 0.50. 
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38. (previously presented) The ethylene (co)polymer (A4) according to any one of the 
clainis 34 to 36, wherein the ethylene (co)polymer is either an ethylene homopolymer or a 
(co)polymer of ethylene and an a-olefin of 4 to 20 carbon atoms and has methyl branches 
measured by '^C-NMR less than 0.1 innumbei- per 1,000 of carbon atoms. 

39. (original) An ethylene (Co)polymer (A5) being either an ethyleiie homopdlymei- or a 
copolymer of ethylene and an a-olefin of 3 to 20 carbon atoms, wherein 

(iAs) there are at least 2 maximum values and at least 1 minimum value in the molecular 
weight distribution curve measured by gel permeation chromatography and the intensity (Wi) of 
the minimum value and the lower intensity (W2) of the maximum values having the minimum 
value between them satisfy; 

W,/W2<0.85. 

40. (original) The ethylene (co)polymer (A5) according to claim 39, wherem 

(iiiAs) the melt tension (MT (g)) at 190°C and the swell ratio (SR) calculated from the 
strand diameter extruded at 190X satisfy the relation; 
log(MT) > 12.9- 7.15.x SR; and 

(yiAs) the intrinsic viscosity ([ti] (dl/g)) measured at I35°e in decalin and the melt flow 
rate (MFR (g/10 minutes)) measured under.2;16 kg load at 190°C satisfy the relations; 
h] > 1 .85 x MFR-" in the case of MFR < 1, and 
[r|] > 1.85 X MFR-°^'^ in the case of MFR> 1. 

41. (original) The ethylene (co)polymer (A5) accordmg to claim 39, wherein 

(iiAs) the weight avierage molecular weight (Mw) measured by gel permeation 
chromatogr^hy and the swell ratio (SR) calculated from the strand diameter extruded at 190°C 
satisfy the relation; 

SR > 4.55 - 0.56 x log(Mw); 
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(iiiAs) the melt tension (MT (g)) at IWC and the swell ratio (SR) calculated from the 
strand diameter extruded at 190°C satisfy the following relation; 
log(MT) > 12.9 - 7.15 X SR; and 

(viAs) the intrinsic viscosity ([ti)] (dl/g)) raieasured at 135°C in decalin and the melt flow 
rate (MFR (g/10 minutes)) measured under 2.16 kg load at 190°C satisfy the relations; 
[ti] > 1 .85 X MFR-^ ''^ in the case of MFR < 1, and 
h] > 1.85 X MFR-*^'^ inthe case of MFR> 1. 

42. (original) The ethylene (co)polymer (A5) according to any one of the claims 39 to 41, 
wherein 

(vAs) the number of the vinyl groups at the molecular terminals calculated by conversion 
to that per one molecular chain having the same molecular weight as the number average 
molecular weight is not lower than 0.50. 

43. (previously presented) The ethylene (co)polymer (A5) according to any one of the 
claims 39 to 41, wherein the ethylene (co)polymer is either an ethylene homopolymer or a 
(co)polymer of ethylene and an arolefm of 4 to 20 carbon atoms and contains methyl branches 
measured by '^C-NMR less than 0.1 in number per 1,000 of carbon atoms. 

44-77. (canceled) 
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